APPENDIX  1.
RULES AND REGULATIONS COVERING THE MANUFACTURE AND USE OF HOLLOW CONCRETE BUILDING BLOCKS IN THE CITY OF PHILADELPHIA.
1.    Hollow concrete building blocks may be used for building six stories or less in height, where said use is approved by  the Bureau of Building Inspection, provided, however, that such blocks shall be composed of at least one   (1)   part of standard Portland cement, and not to exceed five (5) parts of clean, coarse, sharp sand or gravel, or a mixture of at least one part of Portland cement to five (5) parts of crushed rock or other suitable aggregate.   Provided further, that this section shall not permit the use of hollow blocks in party walls; said party walls must be built solid.
2.   All material to be of such fineness as to pass a %^-in. ring and be free from dirt or foreign matter.   The material composing such blocks shall be properly mixed and manipulated, and the hollow space in said blocks snail not exceed the percentage given in the following table for different height walls, and in no case shall the walls or webs of the block be less in thickness than one-fourth of the height.   The figures given in the table represent the percentage of such hollow space for different height walls.
Stories.                                 1st    2d.     3d.    4th.   5th.   6th.
1 and 2   .................   33      33
3 and 4.................   25      33      33      33
5 and 6   .................   20     25      25      33      33      33
3.    The thickness for walls for any building where hollow concrete blocks are used shall not be less than is required by law for "brick walls.
4.    Where the face only is of hollow concrete building block and the backing is of brick, the facing of hollow concrete blocks must be strongly bonded to the brick either with headers projecting 4 ins. into the brick work, every fourth course being a heading course, or with approved ties, no brick backing to be less than 8 ins.   Where the walls are made entirely of hollow concrete blocks, but where said blocks have not the same width as the wall, every fifth course shall extend through the wall, forming a secure bond.    All nails where blocks are used shall be laid up in Portland cement mortar.
5.    All hollow concrete building blocks before being used in the construction of any buildings in the City of Philadelphia shall have attained the age of at least three (3) weeks.